METALLIC
to Ms experience, of 100 acid and 26.5 potash. A similar salt formed between the anti-monions acid and potash is constituted of 100 acid and 30.5 potash.
19*  Oxide of tellurium.
We are chiefly indebted to Berzelius for the proportions in which tellurium combines.
He finds 100 tellurium unite to 24.8 oxygen*
Also that 201,5 tellurate of lead gave 157 sulphate of lead* This last contains ! 16 oxide of Iead9 which must therefore have combined with 85.5 of the oxide of tellurium. Hence 97 oxide of lead would combine with 71.5 oxide of tellurium = 57-} tellurium +14 oxygen. Whether this oxide of tellurium is the protoxide or deiitoxidej, is somewhat uncertain- The atom of tellurium will weigh 571 in the latter case? but only 28 or 29 in the former. The analogy of the oxide to acids favours the notion of a deutoxide; but the facility with which the tellurium is volatilized by hydrogen is in favour of the lighter atom* The oxide is a white powder; it is produced by dissolving the metal in nitro-mtiriatic acid and precipitating by an alkali.